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FOREWORD 

This Indian Standard ( Third Revision ) was adopted by the Bureau of Indian Standards, after 
the draft finalized by the Light Metals and Their Alloys Sectional Committee had been approved 
by the Metallurgical Engineering Division Council. 

This standard was first published in 1958 and subsequently revised in 1965 and 1980. In this 
revision following modifications have been made: 

a) Scope has been enlarged to cover any other shape suitable for use in the manufac- 
ture of iron and steel, 

b) A separate clause giving all the latest references has been added, 

c) The clauses on chemical composition and chemical analysis have been modified, 

d) Grades 1930 and 1970 have been redesignated as Grades 1 and 2 to avoid ambiguity 
with respect to IS 6051 : 1970, and 

e) The requirement of test certificate for each consignment has been added. 

For the purpose of deciding whether a particular requirement of this standard is complied with, 
the final value, observed or calculated, expressing the result of a test or analysis, shall be 
rounded off in accordance with IS 2 : 1960 'Rules for rounding off numerical values { revised )\ 
The number of significant places retained in the rounded off value should be the same as that of 
the specified value in this standard. 



is 1253 : 1992 



Indian Standard 
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1 SCOPE 

This standard covers the requirements for alumi- 
nium in the form of shot, fiotch bar and any 
other shape suitable f6r tise in the manufacture 
of iron and steel. 

2 REFERENCES 

The Indian Standards listed below arc necessary 
adjuncts to this Standard: 

IS No. Title 

504 : 1963 Methods of chemical analysis 

of aluminium and its alloys 
( revised ) 

1817 : 1961 Methods of sampling non- 

ferrous metals for chemical 
analysis 

1820 : 1979 Recommended shapes, sizes 

and mass of aluminium 
notched bars and ingots for 
remelting purposes ( first 
revision ) 

10259 : 1982 General condition of delivery 

and inspection of aluminium 
and aluminium alloy products 

3 SUPPLY OF MATERIAL 

General requirement relating to the supply of 
aluminium for use in iron and steel manufacture 
shall conform to IS 10259 : 1982. 

4 GRADES 

4A Two grades of aluminium, namely, Grade 1 
and Grade 2 are covered in this standard. 

4,2 Aluminium Grade 1 is normally suitable for 
use in the manufacture of mild steel and low 
alloy steels, whereas aluminium Grade 2 is 
normally required for manufacture of alloy 
steels and special steels. 

5 FREEDOM FROM DEFECTS 

The aluminium shall be of uniform quality, free 
from dross, slag and other harmful contamina- 
tion. The surface shall be free from heavy 
oxidized layer. 



6 CHEMICAL COMPOSITION 

6.1 The aluminium shall conform to th^e 
composition of one of the two grades specified 
in Table 1; 

6.2 The chemical analysis of the aluminium 
shall be carried out in accordance with IS 504 : 
1963 or by any other instrumental/chemical 
method. In case of dispute the methods speci- 
fied in IS 504 : 1963 shall be the referee method. 

7 SIZES AND SHAPES 

7.1 Shot 

The aluminium shall be supplied in pea-size of 
approximately 5 to 10 mm diameter. 

7.2 Notched Bar 

The shape and size of notched bar may be as 
given in IS 1820 : 1979. 

7.3 Any other shape suitable for use in manu- 
facture of iron and steel. 



Table 1 Chemical Composition 




(Clause 6.1) 




Constituent 


Grade 1 
Percent 


Grade 2 
Percent 


Aluminium, Min 


930 


970 


Impurities 






Copper, Max 


4-5 


2-0 


Zinc, Max 


1-0 


0-5 


Magnesium. Max 


10 


0-5 


Tin, Max 


— 


0-2 


Arsenic, Max 


— 


0-2 


Bismuth, Max 


— 


0-2 


Total of copper, zinc, '] 
magnesium, silicon and y 
iron, Max J 


70 


— 


Total of copper, zinc, magne- 
sium, silicon, iron, tin, arsenic 
and bismuth. Max 


- — 


3-0 



1 
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8 SAMPLING w|t]^ t^e fpilowing details: 

8.1 For chemical analysis, one sample shall be ^) Cast/lot number, 

taken for each cast or every 1 000 J^ 9X:p^rt b) Grade of aluminium, and 

thereof, of the aluminium. c) Indication of the source of manufacture. 

8.2 Samples shall be drawn and prepared in ^2 Standard Marking 

accordance with IS 1817 : 1961. 

Each notch bar/any other shape or the con- 

8.3 In case of shot, the sample shall be melted tainer in case of shots may also be marked with 
and chill cast in the shape of bar of thickness i^q Standard Mark. 

6 mm ( approximate ). 

10 TEST CERTIFICATE 

9 MAK I Esich consignment shall be supplied along with 
9.1 Each notch bar/any other shape or the con- a certificate giving the cast/lot number, grade 
tainer in case of shots shall be suitably marked and related chemical composition of aluminium. 



Standard Mark 

The use of the Standard Mark is governed by the provisions of the Bureau of Indian 
Standards Acty 1986 and the Rules and Regulations made thereunder. The Standard Mark 
on products covered by an Indian Standard conveys the assurance that they have been 
produced to comply with the requirements of that standard under a well defined system 
of inspection, testing and quality control which is devised and supervised by BIS and 
operated by the producer. Standard marked products are also continuously checked by 
BIS for conformity to that standard as a further safeguard. Details of conditions under 
which a licence for the use of the Standard Mark may be granted to manufacturers or 
producers may be obtained from the Bureau of Indian Standards. 



Bureau of Indian Standards 

BIS IS a statutory institution established under the Bureau of Indian Standards Actj 1986 to 
promote harmonious development of the activities of standardization, marking and quality 
certification of goods and attending to connected matters in the country. 

Copyright 

BIS has the copyright of all its publications. No part of these publications may be reproduced 
in any form without the prior permission in writing of BIS, This does not preclude the free use, 
in the course of implementing the standard, of necessary details, such as symbols and sizes, type 
or grade designations. Enquiries relating to copyright be addressed to the Director 
( Publications ), BIS. 

Revision of Indian Standards 

Indian Standards are reviewed periodically and revised, when necessary and amendments, if 
any, are issued from time to time. Users of Indian Standards should ascertain that they are in 
possession of the latest amendments or edition. Comments on this Indian Standard may be 
sent to BIS giving the following reference: 

Doc : No. MTD 7 ( 3542 ) 
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